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AMENDMENTS TO Tm n a imk 



Please amend the claims as foUows: 
Claims 1 to 6 (Canceled) 

7. (Cunently Amended) A galvanized steel sheet with a particular post-painting com>sion 
resistance and a particular paint coat image clarity, comprising: 

at least one steel sheet portion w hic h has a center l inn n vcraac i l u ufehnpga (Rg) tliat j j u i 
moflt 1.0 Mm and a filtorod wanrinonc cunx (W^ a ^^A io at most 0. 8 pm ; and 

a galvanized layer provided on a surface of the at least one steel sheet portion, the 
galvanized layer, consisting essentially of in mass, 1-10% of Mg, 2-19% of Al and 0.001-2% of 
Si. with a balance of Zn and unavoidable impurities 

wherein th? galvanic sfr^l sheet h as a cent^T line , av erage rnuahn... that i. «t ^n.t 
1.0 Mm and a filtered waviness curvft (W^ ^) t hat is at mosf n ,.ir, 



8. (Currently Amended) The galvanized steel sheet accordmg to claim 7, wherein the 
galvanized lay^r finther e^ms^ consists essentially of at least one element which includes. L 



m 



mass, at least one of 0.01-0.5% of C, 0.01-0.2% of Be. 0.0001-0.2% of Ti. 0.1-10% of Cu. 0.001- 
0.2% of Ni, 0.01-0.3% of Co, 0.0001-0.2% of Cr and 0.01-0.5% of Mn. 

9. (Cunently Amended) The galvanized steel sheet according to claim 7. wherein the 
galvanized layer includes a metallographic structure which has an MgiSf^fease rMg^Si p ha..^] a 
a^s^^^haseXZ ifeMs ph agg ] and a Ztb^hase tZn phase ] that coexist in asubstrate of an 
/WZn/ZiuSig temor^r outootio struotyH > \AVZa/Zn,M^ temp,ry ^nt.rt,v ot„..^,y.| 
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10. (Currently Amended) The galvanized steel sheet according to claim 7, wherein the 
galvanized layer includes a metallographic structure which has an MfeSi-^ Mg^SLehasel. ; 
ZnaMg phase fZn7MR phase] and an Alphtue fAi phase] that coexist ijti a substrate ofi 
xM/Zn/ZiuMg tematir putoctio otructuw rAl/Zn/7n,Mo teir.^ -^-tiirr ] 



:an 



11- (Cuirently Amended) The galvanized steel sheet according to claim 7, wherein the 
galvanized layer includes a metallographic structure which has an MsrSi^hase [Me^SI p ha.sB] a 
ZflaM&fhase I^2Mg£haseL a gft^feaw 
substrate of an Al/Zn/Zn^lg tomoq. cutcctio . U uo tuiu rAl/Zr./7n, Ma j^rnarv eiit^rti. ,tr.,.H^.^ 



m a 



1 2. (Currently Amended) The galvanized steel sheet according to claim 7, wherein the 
galvanized layer includes a metallographic structure which has an MgjSftfefiM tMg,Si pha<,p] a 
Za^feaselZajBksel and an A^pfease lAiEhissl that coexist in a substrate of an AifiaffiajA^ 
temor^^ outcctio structure TAl/Zn/ZiuMp ternary eutftrtjc stnictu^e] . 
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